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Abstract: 

We demonstrate 'deterministic' launching of propagative quantum surface- 
plasmon polaritons at freely chosen positions on gold plasmonic receptacles. 
This is achieved by using as plasmon launcher a near-field scanning optical 
source made of a diamond nanocrystal with two Nitrogen- Vacancy color- 
center occupancy. Our demonstration relies on leakage-radiation microscopy 
of a thin homogeneous gold film and on near-field optical microscopy of a 
nanostructured thick gold film. Our work paves the way to future fundamen- 
tal studies and applications in quantum plasmonics that require an accurate 
positioning of single-plasmon sources and may open a new branch in plas- 
monics and nanophotonics, namely scanning quantum plasmonics. 

Keywords: quantum optics, surface plasmons, nanodiamond, near-field 
optics, leakage radiation microscopy. 
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Quantum plasmonics - quantum optics with surface-plasmon polaritons 
(SPPs) [H [2] - is an emerging field with valuable prospects both on the 
fundamental science and application agenda. One topic of large impact is 
concerned with the coupling of single quantum emitters such as molecules, 
quantum dots, or nanodiamonds with plasmonic devices. In this context, 
early and more recent studies have shown that fluorescent quantum emitters 
can efficiently couple to SPPs when they are located in the vicinity of a metal 
structure [21 IU El El E] . Moreover, the possibility to generate individual SPPs 
with single-photon sources opens the door to a wide range of studies such as 
single-SPP mediated energy transfer [H |9l [101 E] , locally-controlled enhanced 
fluorescence (HI H2] , or single-SPP interferometry [13]. Still, a fundamental 
understanding together with a tight control in space, energy and polariza- 
tion within this quantum regime is essential to fully exploit these stimulating 
promises. Ideally, this requires a deterministic control on the coupling of se- 
lected quantum emitters to tailored plasmonic structures [H HH [15]. Here, 
we make a decisive step forward in this direction by demonstrating deter- 
ministic launching of propagative quantum-SPPs at well-defined and freely 
chosen positions into a nano-structured metal film. 

Our method contrasts with previous related works [HI [101 [HI [121 H3] which 
all used randomly dispersed quantum emitters to couple with localized plas- 
monic modes confined into nanowires or particles. It relies on the use of 




Figure 1: Principle of near-field scanning quantum plasmonics. A laser light 
impinging trough an optical fiber tip excites the fluorescence of (two) NV 
color-centers hosted by a nanodiamond that is glued at the apex of an optical 
tip. Single fluorescence photons converted into single SPPs propagate along 
a gold air interface. SPPs are subsequently converted back into photons 
and are collected by a microscope objective before being sent to a photon 
detector. 

(two) quantum emitters fixed in a well-controlled way onto the tip apex 
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of a near-field scanning optical microscope (NSOM) [16, 17J as sketched in 
Figure 1. This work takes benefit from recent developments on "active- 
tip based NSOM" HH H9] (see |2] for a review on NSOM). In particular, 
a scanning quantum source made of a single-photon emitter, i.e. a single 
Nitrogen- Vacancy (NV) color-center hosted by a 20 nm diamond crystal that 
is grafted onto a NSOM tip apex, has recently been introduced [T5]. Thanks 
to the extraordinary photo-stability of this quantum emitter at room tem- 
perature [T6| 120} |2~T] . the NV-based NSOM probe builds an ideal platform 
for the on-demand local launching of single SPPs as reported here. 
We first demonstrate SPP launching along the air-metal interface of an un- 
structured thin 60 nm gold film by using the so-called leakage radiation mi- 
croscopy (LRM) mode [2"2"| |2"3"| |2"4"] (see Figure 1). The physical basis of our 
approach can be understood by recalling that SPPs at the air-metal interface 
are characterized by a complex in-plane wavevector 

^spp(A) = yv / 6(A)/(e(A) + l) (1) 

that depends on the optical wavelength A and on the metal dielectric per- 
mittivity e(A). Due to boundary conditions and conservation of the in- 
plane wavevector along the different interfaces, SPPs leak through the thin 
gold film into the glass substrate at a fixed angle Qlr with nsin(OL_R.) — 
Real[.Kspp(A)]A/(27r) and n ~ 1.5 the glass optical index. In the experi- 
ments these leaky waves are detected using an immersion oil objective (100 x, 
NA=1.4) located below the sample and are directly imaged with a Peltier 
cooled charged coupled device (CCD) camera. 

This LRM detection mode |22j constitutes a direct method for mapping the 
SPP propagation and thus for monitoring the tip ability to efficiently launch 
SPPs. Noteworthy, SPPs being emitted at a fixed angle Qlr their intensity 
profile spans a circle in the transverse Fourier or momentum space. To access 
this information, we include in the LRM detection path a set of lenses for 
imaging either the Fourier plane (FP) or the direct propagation of SPPs in 
the image plane (IP) [22 } [23 | 124"] (Supporting Information). 
As a test of the proposed experimental scheme we consider a standard alu- 
minum coated NSOM tip with a 100 nm clear aperture at the apex PJ. Such 
a classical tip can actually act as a localized SPP source when it is brought 
into close proximity to a metal film [22| [25| [26] . i.e. at 20-30 nm above the 
surface. Figures 2 a and 2 b show respectively the LRM IP and FP images 
recorded with the NSOM tip immersed in the near-field of the metal film 
(the A = 647 nm line of an Argon-Krypton laser is used). As seen in the IP 
image SPPs propagate away from the tip with an estimated damping con- 
stant Lspp = l/(2Imag[A"spp]) — 10 — 20 /im (this value is deduced from 
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Figure 2: (a) and (b) LRM images in the IP and FP, respectively, for an 
aperture NSOM tip launching SPPs along a 60 nm thick gold film. U and F 
stand for the Fourier unfiltered and filtered cases, respectively, i.e. images are 
acquired without and with a beam-blocker positioned in the IP, respectively. 
The size of the beam blocker is illustrated by a red dotted circle in (b). The 
scale bar in (a) is 10/zm long. The fringes in (a) are due to intrinsic limitations 
of our commercial microscope and explain that Fourier filtering the 'allowed' 
light in the F image removes the leakage radiation from the position of the 
tip, thereby artificially creating an intensity null at the center. 

fitting an intensity crosscut taken in Figure 2 a with the SPP point source 
intensity profile |24j ) and draw a circle of radius 5k = Real[i^spp] in the 
FP. The two SPP lobes imaged in both the IP and FP are associated with 
the dipolar nature of the NSOM tip [2"2"| |2"S] . The interference fringes seen 
in the IP are residual intrinsic artifacts attributed to our commercial opti- 
cal microscope setup |27| . It is worth pointing out that the light observed 
inside the SPP circle in Figure 2 b is the allowed light emitted through 
the sample at smaller angles than the total internal reflection angle in glass 
C = arcsin (1/n) — 42°. Since 0^ > G c this allows us to implement a 
Fourier filter [21] to selectively block the allowed light in the Fourier plane. 
The size of the circular beam blocker is shown in Figure 2 b. The effect of 
Fourier filtering (labeled F) in the IP plane is already included in Figure 2 
a and compared with the unfiltered configuration (labelled U) shown in the 
inset. 

We now turn on to the SPP launching by a NV-based NSOM tip. Our 
ambition of going to the quantum plasmonics realm within the framework 
developed in this letter imposes using a tip with a reduced number of NVs for 
SPP launching. Therefore, we consider a tip with a single fluorescent nan- 
odiamond which, as it turns out, hosts two NV centers (a vast majority of 
diamonds probed in the present study hosted two NV centers). Such a tip is 
produced following the procedure described in [16J. Briefly, a polymer-coated 
dielectric NSOM probe traps during scanning a single 20 nm nanodiamond 
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Figure 3: (a) 5x5 /iin 2 confocal fluorescence image of nanodiamonds dis- 
persed on a glass substrate, (b) NSOM image of the diamond seen in (a) 
showing its capture by the scanning tip. (c) g 2 {r) correlation curve for the 
diamond trapped in (b) corresponding to 2 NV color centers. Such a double 
NV occupancy has been encountered with most of the nanodiamonds imaged 
in this work. The fit (red curve) is made using eq 2 and fulfils the purely 
quantum constraint 1/2 < g 2 {r) < 1. 

(Figure 3 b) that has been first selected on a fluorescence confocal image 
(Figure 3 a). The graft event translates into a persistent increase of the flu- 
orescence signal embarked by the scanning tip [16] (see Figure 3 b). 
A stringent test of the ability of this nanodiamond-based tip to enter the 
quantum optics arena is provided by the second-order time-intensity correla- 
tion function g^ 2 '(r) [16l[20l|2T]. For a nanodiamond hosting iV color centers, 



where T and T' are the spontaneous emission and pumping rates, respec- 
tively. The important point here is that g N G [1 — 1/N, 1] always takes 

(2) 

numerical values smaller than the classical bound ground — 1- This photon 
anti-bunching phenomenon definitely demonstrates the quantum nature of 
the photon emission. Figure 3 c depicts g 2 {r) for the single diamond tip 



it reads 




(r) = 1 - I e -0W> 



(2) 



described above. It perfectly fits with eq 2 using N = 2 and a lifetime T _1 
of 9 ns, in excellent agreement with earlier reports [TB]. This unambiguously 
shows that the functionalized tip hosts 2 NV centers exactly. 
The quantum photon tip considered so far is subsequently used to launch 
SPPs into the thin gold film, the optical excitation of the NVs being ensured 
by shining a laser light (wavelength Xe = 488 nm) directly into the optical 
fiber that is terminated by the tip (Figure 1). The inclusion in the optical 
path of a band-pass filter transmitting light in the A G [572 nm, 642 nm] 
range ensures that the only signal imaged by the CCD camera is initiated by 
the NV fluorescence. Note that at Xe = 488 nm SPPs cannot be efficiently 
launched into gold due to the strong absorption in the interband region [2] 
which reduces the SPP propagation length below Lspp ~ 100 nm. Therefore, 
SPPs, if any, are launched by the NV fluorescence which has the appropriate 
properties (NVs emit in the red-orange part of the spectrum). The IP and 
FP images in Figures 4 a and 4 b are reminiscent of those in Figures 2 a 
and 2 b. Thus, they demonstrate that SPPs are actually launched by the 
quantum photon source. 

There are however phenomenological differences with the diamond source 
that are worth commenting on. First, there are no clear polarization lobes 
compared to the aperture tip. We assume this is likely due to the fact that 




Figure 4: (a) and (b) LRM images in the IP and FP, respectively, for the 2 
color-center NSOM tip launching SPPs along the gold film. U, F and the red 
circle have the same meaning as in Figure 2. The scale bar in (a) is 10/xm 
long. The partial vigneting of the tip emission that is visible in the right 
upper corner of (a) results from a residual misalignment of the Fourier filter. 

the transition dipoles associated with the 2 NV centers have in this partic- 
ular tip important vertical components that generate an isotropic angular 
SPP profile along the metal interface. Second, despite the rather large NV 
spectrum |T6"| I2"0~t [2Tj . the SPPs draw a well-defined circle in Fourier space. 
This circle is so bright that the allowed light is barely visible in the unfiltered 
Fourier image of Figure 4 b compared with Figure 2 b. This is because in 
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the relevant wavelength range, all LRM angles &lr fall just above G c within 
a reduced angular spreading 2° wide only. 

Before proceeding further, it is worth stressing that SPP launching by both 
the aperture and single diamond tips takes place in the near-field only. Keep- 
ing both tips at distances > 100 nm above the gold film does not allow to 
reveal the typical SPP signatures of Figures 2 and 4. In this case, only the 
allowed light such as the far-field nanodiamond fluorescence can be imaged. 
From a fundamental point of view the very fact that the LRM images ob- 
tained with the quantum source agree qualitatively well with those generated 
by the classical SPP source of Figure 2 is of significance since it confirms 
the wave nature of the emitted SPPs. We point out however that since 
g^(0) = 1/2 the launching source cannot emit more than two photons, and 
consequently launch more than two SPPs at once (see Figure 3 c). This is a 
particle-like behavior which cannot be understood in the context of classical 
optics. Hence, the images of Figure 4 are a manifestation of the wave-particle 
duality for SPPs |13| . This entails that the quantum plasmonics realm has 
indeed been entered. 

The above LRM study shows that single SPPs can be launched onto a flat 
and unstructured gold film by the near-field fluorescence generated by the 
NV-based tip. We now demonstrate that we actually have a 'determinis- 
tic' control on the SPP launching position. For this purpose we turn on to 
a thick, i.e. opaque to visible light to avoid any direct light transmission, 
nanostructured film. This nanostructure (insert of Figure 5 a) is a ring-like 
aperture slit (1.8 fim inner diameter, 150 nm rim width) obtained by focused- 
ion-beam milling of a 200 nm gold film. The imaging tip is a 2-NV-center tip, 
different from that of Figure 4. Since the gold film is thick, LRM is no longer 
possible. Therefore we switch to the transmission-NSOM imaging mode us- 
ing a 60x,NA = 0.95 dry microscope objective (Supporting Information). 
The photon flux in the IP is collected by means of an optical fiber which is 
optically conjugated with the NSOM tip and defines a confocal collection re- 
gion on the gold film. The collected signal is sent to an avalanche photodiode 
as explained in [16J. To interpret the NSOM images, it is worth remembering 
that like in any confocal microscope the imaged zone on the sample has an 
extension that is set by the core diameter of the collection fiber divided by 
the objective magnification ratio. Therefore, we will below make use of two 
fibers with very different core diameters in order to discriminate between the 
short-range near-field and long-range plasmon-field contributions. 
Figure 5 a shows the NSOM (optically unfiltered) image of the total power 
radiated by the quantum source. The image is dominated by the excitation 
laser light at =488 nm. It exhibits a distinctive two- lobe structure which 
is reminiscent of the incident light polarization at the tip apex. Figure 5 b 
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shows a NSOM filtered image in the A G [572 nm, 642 nm] range overlapping 




Figure 5: (a) 3x3 /im 2 spectrally unfiltered NSOM image obtained by scan- 
ning the ring aperture slit seen in the scanning electron micrograph of the 
inset under the 2-NV-based tip. This image is dominated by the excitation 
laser light at 488 nm. The green arrow indicates the incident laser polar- 
ization at the tip apex, (b) and (e) are the same as (a) but acquired in 
the NV fluorescence band after filtering of the incident laser light. They are 
obtained with 50 /im and 360 /im diameter collection fibers placed in the 
IP, respectively, (d) Normalized intensity crosscuts along the dashed dotted 
white lines shown in (b,e). (c) and (f) are numerical simulations of (b) and 
(e), respectively. 

with the NV emission. In contrast with the LRM images in Figure 4, this 
image also clearly resolves a two-lobe structure which is however not aligned 
with that produced by the excitation and instead depends on the orienta- 
tion of the NV-center transition dipoles. This suggests that the NV centers 
have here strong in-plane components of their transition dipoles that are not 
aligned with the excitation polarization (Note that the precise orientation of 
the transition dipoles cannot be controlled within our ND attachment pro- 
cedure). This is further confirmed by a simulation (Figure 5 c) that neglects 
SPPs (see below) but takes into account the dipolar emission of the NVs 
scanning above the nanostructure. This model (Supporting Information) 
shows that only the in-plane components of elementary dipoles can generate 
a two- lobe pattern (compare Figures 5 b and 5 c). 

Importantly, the diameter of the collection optical fiber in Figure 5 b is chosen 
so that only a small area of r = 400 nm radius around the tip contributes 
to the optical signal during scanning of the nanostructure under the fixed 
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tip [TB] (more details are given in the Supporting Information file). This 
configuration precludes the observation of SPPs occupying the interior of 
the planar cavity with a diameter much larger than r, which justifies the 
assumption made for computing Figure 5 c. However, shifting to a larger 
collection fiber corresponding to a r' = 3.0 /im radius area around the tip as 
done in Figure 5 e reveals a very different behavior. Since r' is larger than 
the ring cavity diameter, SPPs confined inside the circular structure are now 
plainly visible as seen from the intensity contrast in Figure 5 e (compare also 
the intensity cross cuts in Figure 5 d). In addition, the image is also blunt 
outside the ring area. The interpretation here is that SPPs are launched in 
a "deterministic" way, i.e. at the tip position, into the nanostructured gold 
film by the NV-center quantum source and propagate towards the rim zone 
where they are diffracted back to a photon signal that is collected on the 
other side of the thick opaque film to form a transmission image. Therefore, 
the image of Figure 5 e includes the searched-for quantum SPP information 
which is not accessible in Figure 5 b and gives evidence for a "deterministic" 
launching of SPPs by the quantum NV-based tip. 

The main experimental features are reproduced in a simulation that extends 
the one discussed in Figure 5 c by including the SPPs launched by the dipolar 
source during scanning (see Figure 5 f). In particular the SPP field confine- 
ment in the cavity is reproduced irrespective of the dipole orientations. Here, 
to reproduce qualitatively Figure 5 e, we have considered two dipoles emitting 
incoherently and having both in-plane and vertical components (Supporting 
Information). 

In summary, we have shown in this letter that a photostable quantum NSOM 
probe made of two NV centers hosted by a nanodiamond is able to launch 
in a "deterministic way", i.e. at well-defined and freely chosen positions, 
single SPPs propagating along gold nanostructures. Our demonstration re- 
lies on leakage-radiation microscopy of a thin homogenous gold film and on 
near-field microscopy of a nanostructure patterned in a thick gold film. The 
general method offered here opens a large avenue for applications in quan- 
tum plasmonics where an accurate positioning of quantum emitters with 
respect to plasmonic conductors in a nanoscale environment is required. 
For instance, it will be valuable for a locally-controlled study of the emit- 
ter dynamics close to complex plasmonic systems [Hj [T5| |28| [29] . e.g. to 
better understand the influence of the plasmonic environment on the local 
density of photonic states (LDOS) |14j . to detect plasmonic non-radiative 
dark modes [T5| 125] , or to map locally the photon-plasmon antibunching 
emission properties [3U| I3"T| I3"2] . Other topics of a timely nature include 
SPP mediated harvesting of single photons for information transfer technol- 
ogy |H El [TOl EJ [12], de- multiplexing with SPPs and Bragg mirrors [33], as 
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well as local addressing and interferometry [T3] with single SPPs. 
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1 Supporting Information 
1.1 Optical detection set-up 

The main part of the optical set up is detailed in |16| H7] . Here we only 
focus on the specific part used for the plasmonics experiments described in 
the main article. 



NSOM 
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L 3 CCD 



Image plane Fourier Filter 



Figure 6: Figure SI 

Figure SI is a sketch of the NSOM microscope setup for imaging leaky 
SPP waves with an oil immersion objective (MO) [Plan Apo, NA=1.4, 100 x 
, Nikon] and a -46° Peltier cooled CCD camera [SPOT, RT-SE6, Diagnostic 
Instruments]. L\, L 2 , and L 3 are optical lenses (achromatic doublets). A 
beam blocker for filtering the contributions of allowed and forbidden lights is 
located in the back focal plane of L\ (which coincides with the object plane of 
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L 2 ). When L 2 is removed, the SPP propagation in the direct (spatial) space 
(Image Plane) is imaged. With this lens set in, the Fourier (momentum) 
space (Fourier Plane) is imaged. The principles are explained in [34, 22, 24J. 
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Figure 7: Figure S2 



Figure S2 is a sketch of the NSOM microscope set-up for the scanning 
detection mode. Compared to Figure SI, a multimode optical fiber is placed 
in the image plane for collecting and sending the light emitted by the NV 
centers to an avalanche photodiode (APD) [SPCM-AQR 16, Perkin-Elmer, 
Canada]. The system is described in [TB"| [T7] and uses a dry microscope 
objective [CFI, Plan, NA =0.95, 60 x, Nikon]. Alternatively an Hanbury- 
Brown and Twiss photon correlator can be used to build up photon statistics 
associated with the NV emission [T6| |2T| [20] . 




Figure 8: Figure S3 



The collection fiber conjugated with the NSOM tip defines a tolerance 
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circular area of radius d/2 on the sample. The radius of this circle equals the 
physical radius of the fibre core D/2 divided by the total magnification of the 
microscope M = 60: i.e. d = D/M. Figure S3 shows the relative size of these 
tolerance areas for the two multimode fibers used in the experiment. The 
small fiber with diameter D = 50 fim corresponds to d — 800 nm. With such 
a fiber only the signal emitted in an area of diameter d = 800 nm surrounding 
the tip can reach the detector. This means that only a short range signal 
emitted when the tip is in the vicinity of the ring aperture in the gold film 
can reach the photon detector. In contrast, the large core fiber with D = 365 
fim diameter corresponds to a tolerance area of diameter d = 6 fim which is 
much larger than the plasmonic resonator size. This means than long-range 
signals associated with SPPs propagating from the tip to the aperture rim 
can reach the detector. 

1.2 Theoretical model 

The model for describing the plasmon field launched by a point-like dipole is 
based on the use of the dyadic green function as explained in [35J . The main 
point is that for a vertical dipole the in-plane components of the electric SPP 
field write (up to the harmonic e~ lujt dependence): 

iK SP p\r-r \ ( r _ „ \ 

E SPP (r - r ) ~ ^ T^TT (S1) 

V (l r — r o|) l r ~ r ol 

whereas for a horizontal dipole they write 

Espp(r _ ro) .i^4( Pll .(^4)(^ m 

y/(\r-T \) V |r-r |; |r-r | 

where r := [x,y] , r := [xq, yo] are the in-plane coordinates of the observation 
point and source point, respectively, P|| := [p x ,p y ] are the in-plane dipole 
components and Kspp is the SPP wave vector (see eq 1 of the main article). 
The coupling of the SPP field to the ring-like slit (with radius R) on the gold 
surface is described using the dipolar approximation. That is, we suppose 
that only the in-plane components of the SPP electric field launched by 
the point-like dipole, which is perpendicular to the rim, of the ring-like slit 
is coupled into radiative and propagative photons. To simulate the signal 
acquisition during the scan we integrate coherently the SPP field. Therefore: 



J(r ) oc 



2t 



[E S pp(r(0)-r o )-r(0)]r(0)d0 



(S3) 
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where r(9) := [x = Rcos (9),y = Rcos (9)} is the emission point on the ring. 
J(r ) is proportional to the intensity recorded at each position of the tip 
during the scan. In this first-order approximation we neglected the reflection 
of the SPP by the ring as well as the finite width of the slit. 
In order to describe the coupling of the dipole field to radiative photons when 
the source is directly positioned above the slit the previous approximation 
must be modified. Here we consider that only the near-field of the dipole 
couples to the slit. In order to model the finite width of the slit we consider 
therefore the formula 

/(ro)oc|[p||.r (^)]r W| 2 e^ |r(e) - roW|2 (S4) 

which describes the near-field contribution with again 

r(0) := [x = Rcos(9),y = Rcos (9)}, 

r o (0) := [x = r cos (9),y = r cos (9)] 

and a a constant. The total transmitted signal is simulated by a linear 
interpolation of eqs S3 and S4. In the simulations of the main article we 
considered a vertical and an in plane dipole with components [1,0,0] and 
[0, l/y/2, 1/V2], but this is only an illustration since the obtained patterns 
are stable for a large set of dipole orientations. 

References 

[1] Barnes, W. L.; Dereux, A.; Ebbesen, T. W. Surface plasmon subwave- 
length optics. Nature 2003, 424, 824. 

[2] Novotny, L.; Hecht, B. Principles of Nano- Optics; Cambridge Press: 
London, 2006. 

[3] Drexhage, K. H. Interaction of light with monomolecular dye layers. 
Prog. Opt. 1974, 12, 163. 

[4] Drexhage, K. H. Optical properties of thin films. Prog. Opt. 1974, 13, 
165. 

[5] Anger, P.; Bharadwaj, P.; Novotny, L. Enhancement and quenching of 
single-molecule fluorescence. Phys. Rev. Lett. 2006, 96, 113002. 

[6] Bharadwaj, P.; Anger, P.; Novotny, L. Nanoplasmonic enhancement of 
single-molecule fluorescence. Nanotechnology 2007, 18, 044017. 



13 



[7] Gerber, S.; Reil, F.; Hohenester, U.; Schlagenhaufen, T.; Krenn, J. R.; 
Leitner, A. Tailoring light emission properties of fluorophores by cou- 
pling to resonance-tuned metallic nanostructures.P/iys. Rev. B 2007, 
75, 073404. 

[8] Chang, D. E.; S0rensen, A. S.; Hemmer, P. R.; Lukin, M. D. Quantum 
optics with surface plasmons. Phys. Rev. Lett. 2006, 97, 053002. 

[9] Akimov, A. V.; Mukherjee, A.; Yu, C. L.; Chang, D. E.; Zibrov, A. S.; 
Hemmer, P. R.; Park, H.; Lukin, M. D. Generation of single optical 
plasmons in metallic nanowires coupled to quantum dots. Nature 2007, 
450, 402. 

[10] Fedutik, Y.; Temnov, V. V.; Schops, O.; Woggon,U. Exciton-plasmon- 
photon conversion in plasmonic nanostructures. Phys. Rev. Lett. 2007, 
99, 136802. 

[11] Wei, H.; Ratchford, D.; Li, X. E.; Xu, H.; Shih, C.-K. Propagating 
surface plasmon induced Photon Emission from Quantum Dots. Nano 
Lett. 2009, 9, 4168. 

[12] Schietinger, S.; Barth, M.; Aichele,T.; Benson, O. Plasmon-enhanced 
single photon emission from a nanoassembled metal-diamond hybrid 
structure at room temperature. Nano Lett. 2009, 9, 169. 

[13] Kolesov, R.; Grotz, B.; Balasubramanian, G.; Stohr, R. J.; Nicolet, 
A. A. L.; Hemmer, P. R.; Jelezko, F.; Wrachtrup, J. Wave-particle 
duality of single surface plasmon polaritons. Nature Phys. 2009 , 5, 470. 

[14] Girard, C; Martin, O. J. F.; Leveque, G.; Colas des Francs, G.; Dereux, 
A. Generalized bloch equations for optical interactions in confined ge- 
ometries. Chem. Phys. Lett. 2005, 404, 44. 

[15] Liu, M.; Lee, T.-W.; Gray, S. K.; Guyot-Sionnest, P.; Pelton, M. Exci- 
tation of dark plasmons in metal nanoparticles by a localized emitter. 
Phys. Rev. Lett 2009, 102, 107401. 

[16] Cuche, A.; Drezet, A.; Sonnefraud, Y.; Faklaris, O.; Treussart, F.; Roch, 
J.-F.; Huant, S. Near-field optical microscopy with a nanodiamond- 
based single-photon tip. Opt. Express 2009, 17, 19969. 

[17] Cuche, A.; Drezet, A.; Treussart, F.; Roch, J.-F.; Huant, S. Grafting 
fluorescent nanodiamonds onto optical tips. J. Nanophoton. 2010, 4-, 
043506. 



14 



[18] Michaelis, J.; Hettich, C; Mlynek, J.; Sandoghdar, V. Optical mi- 
croscopy using a single-molecule light source. Nature 2000, 405, 325. 

[19] Chevalier, N.; Nasse, M. J.; Woehl, J. C; Reiss, P.; Bleuse, J.; Chande- 
zon, F.; Huant, S. CdSe single-nanoparticle based active tips for near- 
field optical microscopy. Nanotechnology 2005, 16, 613. 

[20] Brouri, R.; Beveratos, A.; Poizat, J. -P.; Grangier, P. Photon anti- 
bunching in the fluorescence of individual color centers in diamond. 
Opt. Lett. 2000, 25, 1294. 

[21] Sonnefraud, Y.; Cuche, A.; Faklaris, O.; Boudou, J. P.; Sauvage, T.; 
Roch, J.-F.; Treussart, F.; Huant, S. Diamond nanocrystals hosting 
single nitrogen-vacancy color centers sorted by photon-correlation near- 
field microscopy. Opt. Lett. 2008, 33, 611. 

[22] Hecht, B.; Bielefeldt, H.; Novotny, L.; Inouye, Y.; Pohl, D. W. 
Local excitation, scattering, and interference of surface plasmons. 
Phys. Rev. Lett. 1996, 77, 1889. 

[23] Bouhelier, A.; Huser, Th.; Tamaru, H.; Giintherodt, H.-J.; Pohl, D. W.; 
Baida, Fadi I.; Van Labeke D. Plasmon optics of structured silver films. 
Phys. Rev. B 2001, 63, 155404. 

[24] Drezet, A.; Hohenau, A.; Stepanov, A. L.; Ditlbacher, H.; Steinberger, 
B.; Galler, N.; Aussenegg, F. R.; Leitner, A.; Krenn, J. R. How to erase 
surface plasmon fringes. Appl. Phys. Lett. 2006, 89, 091117. 

[25] Sonnichsen, C; Duch, A. C; Steininger, G.; Koch, M.; von Plessen, 
G.; Feldmann, J.; Launching surface plasmons into nanoholes in metal 
films. Appl. Phys. Lett. 2000, 76, 140. 

[26] Brun, M.; Drezet, A.; Mariette, H.; Chevalier, N.; Woehl, J. C; Huant, 
S. Remote optical addressing of single nano-objects. Europhys. Lett. 
2003, 64, 634. 

[27] Kiyan, R.; Reinhardt, C; Passinger, S.; Stepanov, A. L.; Hohenau, A.; 
Krenn, J. R; Chichkov, B. N. Rapid prototyping of optical components 
for surface plasmon polaritons. Opt. Express 2007, 15 4205. 

[28] Maier, S.; Kik, P. G.; Atwater, H. A.; Meltzer, S.; Harel, E.; Koel, B. E.; 
Requicha, A. A. G. Local detection of electromagnetic energy transport 
below the diffraction limit in metal nanoparticle plasmon waveguides. 
Nature Mater. 2003, 2, 229. 



15 



[29] Verellen, N.; Sonnefraud, Y.; Sobhani, H.; Hao, F.; Moshchalkov, V. V. 
Van Dorpe, P.; Nordlander, P.; Maier S. A. Fano resonances in individual 
coherent plasmonic nanocavities. Nano Lett. 2009, 9, 1663. 

[30] Marty, R.; Arbouet, A.; Paillard, V.; Girard, C. Photon antibunching 
in the optical near-field. Phys. Rev. B 2010, 82, 081403(R). 

[31] Esteban, R.; Teperik, T. V.; Greffet, J. J. Optical Patch Antennas for 
Single Photon Emission Using Surface Plasmon Resonances. Phys. Rev. 
Lett. 20 10, 104, 026802. 

[32] Cuerto, A. G.; Volpe, G.; Taminiau, T. H.; Kreuzer, M. P.; Quidant, 
R.; van Hulst, N. Unidirectional emission of a quantum dot coupled to 
a nanoantenna. Science 2010, 329, 930. 

[33] Drezet, A.; Koller, D.; Hohenau, A.; Leitner, A.; Aussenegg, F. R.; 
Krenn, J. R. Plasmonic crystal demultiplexer and multiports. Nano Lett. 
2007, 7, 1697. 

[34] Drezet, A.; Hohenau, A.; Koller, D.; Stepanov, A.; Ditlbacher, H.; Stein- 
berger, B.; Aussenegg, F. R. Leitner, A.; Krenn, J. R. Leakage radiation 
microscopy of surface plasmon polaritons. Mat. Science Eng. B 2008, 
149, 220. 

[35] Evlyukhin, A. B.; Brucoli, G.; Martin-Moreno, L.; Bozhevolnyi, S. I.; 
Garcia- Vidal, F. J. Surface plasmon polariton scattering by finite-size 
nanoparticles. Phys. Rev. B 2007, 76, 075426. 



16 



